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(54) COATING RESPONDING TO VISIBLE LIGHT, COATING FILM AND ARTICLE 

(57) A visible light responsive type paint comprising 
a binder, a visible light responsive type material and a 
solvent. A visible light responsive type coating film com- 
prising a binder and a visible light responsive type ma- 
terial, and an article having this coating material. Said 
visible light responsive type material comprises at least 
anatase type titanium dioxide, as well as the main signal 
having a g value ranging from 2.004 to 2.007 and two 
subsignals having a g value ranging from 1 .985 to 1 .986 
and a g value at 2.024 are observed in the ESR meas- 
ured under the irradiation of light having a wavelength 
of 420 nm or more at 77 K in vacuum, and said three 
signals are observed in a little amount or substantially 
not observed in darkness at 77 K in vacuum. * sub^i 
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Description 

Technical Field 

[0001] The present invention relates to a visible light responsive type paint and coating film, as well as an article 
having this visible light responsive type coating film. 

Background of the Invention 



[0002] The use of photocatalysts comprising anatase titanium dioxide in anti-bacterial tile, self-cleaning building 
materials, ultrahydrophiiic materials, nonodorous and deodorizing materials, water purification, cancer treatment and 
the like is known (The Photoclean Revolution (Akira Fujishima et al.)), and various applications are being actively 
developed. Specifically, for example, WO 94/1 1 092 discloses an air treatment method based on a photocatalyst used 
under indoor lighting. Japanese Unexamined Patent Publication (KOKAI) Heisei No. 7-102678 discloses a method of 
preventing in-hospital infection using a photocatalyst. Japanese Unexamined Patent Publication (KOKAI) Heisei Nos. 
8-67835 and 8-164334 disclose antibacterial coating materials. And WO 96/29375 discloses an ultrahydrophiiic ma- 
terial. 

[0003] However, anatase titanium dioxide requires ultraviolet light of 400 nm or less as excitation radiation. By con- 
trast, the solar radiation and artificial lighting that are available as sources of excitation radiation comprise much more 
visible radiation than ultraviolet radiation. However, photocatalysts comprising the above-mentioned titanium dioxide 
unfortunately are nearly incapable of exploiting visible radiation, and from the perspective of energy conversion effi- 
ciency, are extremely inefficient. This inefficiency constitutes a substantial barrier to their practical application. 
[0004] Accordingly, photocatalysts capable of exploiting visible radiation are gradually being developed. For example 
Japanese Unexamined Patent Publication (KOKAI) Heisei No. 1 0-1 46530 discloses a titanium oxide photocatalyst with 
an O/Ti atom number ratio in layers deeper than the surface that is lower than the O/Tl atom number ratio at the surface. 
This photocatalyst is formed by heating a complex of titanium aikoxide and a chelating agent (for example acetyl 
acetone) at about 500°C under an oxidizing atmosphere. However, there are problems in that since titanium aikoxide 
and a chelating agent (for example, acetyl acetone) are employed in this method, the manufacturing cost is high, and 
since it is necessary to ensure different O/Tl atom number ratios on the surface and in the interior, it is extremely difficult 
to control manufacturing conditions. Further, it is stated in the embodiments that activity is achieved by irradiation with 
light of 420 nm or above, but the activity achieved is quite low and is not of a degree suited to actual practice. In addition, 
the present inventors conducted researches, as a result, it does not have NOx oxidation activity by a visible light 
anticipated as a function of photocatalyst, unfortunately. 

[0005] A catalyst having activity under irradiation with visible light that is comprised of titanium dioxide having stable 
oxygen defects is also known (WO 00/10706). That photocatalyst is obtained, for example, by subjecting a starting 
material in the form of ST-01 , a known ultraviolet radiation type photocatalyst manufactured by Ishihara Sangyo to a 
plasma treatment with hydrogen, argon, or the like. ST-01, manufactured by Ishihara Sangyo, is a material having 
chiefly ultraviolet radiation activity, and as shown in Table 5 (Powder F), exhibits visible radiation activity up to nearly 
420 nm, although of a degree much lower than that for ultraviolet radiation. However, it exhibits essentially no activity 
at 470 nm or more. By contrast, the photocatalyst described in above-cited WO 00/1 0706 is capable of photooxidation 
of NO with light having a wavelength of not just around 420 nm, but up to about 600 nm, and can be considered a true 
visible light photocatalyst. 

[0006] However, since a plasma treatment was employed, a pressure reduction system was required As a result 
there are problems in that powder treatment, particularly uniform mixing, is difficult and the process is unsuited to 
45 continuous production. 

Generally known wet methods of manufacturing anatase titanium oxide are (1) hydrolysis of a solution containing 
titanium such as titanyl sulfate, titanium sulfate, or the like; (2) hydrolysis of an organic titanium compound such as 
titanium aikoxide; and (3) sintering a precipitate obtained by neutralization, hydrolysis or the like of a titanium halide 
solution such as titanium tetrachloride. 
so [0007] As stated above, attempts have been made to develop visible radiation photocatalysts employing titanium 
aikoxide. However, at present, no visible radiation photocatalyst or visible light responsive material with inexpensive 
starting materials in the form of titanium sulfate or titanium chloride is known. 

[0008] In the practical use of photocatalysts, it is necessary to form a surface covered with a photocatalyst on an 
article. When forming a photocatalyst on a surface, there is a method of forming only a photocatalyst on the surface 
ss being coated and a method of forming a coating film comprising a photocatalyst on the surface being coated. In the 
former, since the ratio of photocatalyst present on the coated surface is high, high photocatalytic activity can be ex- 
pected. However, the use of a method such as sputtering is required, making it difficult to form the photocatalyst-coated 
surface. By contrast, since a paint comprising a photocatalyst is employed to form the coated surface in the latter, the 
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formation of the coated surface is facilitated. 

[0009] Paints comprising photocatalysts such as those mentioned above have been conventionally known, but paints 
comprising visible light type photocatalysts are virtually unknown. In particular, paints comprising visible light type 
photocatalysts manufactured by wet methods in which the manufacture is facilitated are entirely unknown. 
[0010] Accordingly, the object of the present invention is to provide a paint and coating film comprising a new light 
responsive material (photocatalyst) also responding to visible radiation that can be manufactured inexpensively and 
articles comprising this coating film. 

[0011] Since conventional photocatalysts are of the ultraviolet radiation type, when the paint binder is an organic 
compound (organic polymer compound), there is a problem in that performance deteriorates due to the action of the 
photocatalyst, so an inorganic binder such as polysiloxane, for example, is employed. However, there are limited in- 
organic binders, and it is required to produce a photocatalytic paint employing an organic binder. The present invention 
provides a new paint comprising a light responsive material (photocatalyst), a coating film, and an article comprising 
the coating film, in which there is no deterioration of performance due to the action of the photocatalyst when employinq 
either an inorganic or an organic binder. * ' 

15 [001 2] In particular, the present invention provides a coating film having practical weather resistance and exhibiting 
hydrophilic properties when irradiated with light without the use of an inorganic binder such as polysiloxane an article 
comprising this coating film, and a paint for forming this coating film. 
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Disclosure of the Invention 



[0013] The present invention relates to a visible light responsive type paint comprising a binder, a visible light re- 
sponsive type material and a solvent, characterized in that said visible light responsive type material comprises at least 
anatase type titanium dioxide, as well as the main signal having a g value ranging from 2.004 to 2 007 and two sub- 
signals having a g value ranging from 1 .985 to 1 .986 and a g value at 2.024 are observed in the ESR measured under 
the irradiation of light having a wavelength of 420 nm or more at 77 K in vacuum, and said three signals are observed 
in a little amount or substantially not observed in darkness at 77 K in vacuum. 

[0014] Further, the present invention relates to a paint comprising a binder, polyphosphate, a visible light responsive 
type material and a solvent, characterized in that said visible light responsive type material comprises at least anatase 
type titanium dioxide, as well as the main signal having a g value ranging from 2.004 to 2.007 and two subsignals 
having a g value ranging from 1 .985 to 1 .986 and a g value at 2.024 are observed in the ESR measured under the 
irradiation of light having a wavelength of 420 nm or more at 77 K in vacuum, and said three signals are observed in 
a little amount or substantially not observed in darkness at 77 K in vacuum. 

[0015] Further, the present invention relates to a visible light responsive type coating film comprising a binder and 
a visible light responsive type material, characterized in that said visible light responsive type material comprises at 
35 least anatase type titanium dioxide, as well as the main signal having a g value ranging from 2.004 to 2 007 and two 
subsignals having a g value ranging from 1 .985 to 1 .986 and a g value at 2.024 are observed in the ESR measured 
under the irradiation of light having a wavelength of 420 nm or more at 77 K in vacuum, and said three signals are 
observed in a little amount or substantially not observed in darkness at 77 K in vacuum. 

[0016] Further, the present invention relates to a coating film exhibiting hydrophilic property under the irradiation of 
40 light and composing a binder, polyphosphate and a visible light responsive type material, characterized in that said 
visible light responsive type material comprises at least anatase type titanium dioxide, as well as the main signal having 
a g value ranging from 2.004 to 2.007 and two subsignals having a g value ranging from 1 .985 to 1 .986 and a g value 
at 2.024 are observed in the ESR measured under the irradiation of light having a wavelength of 420 nm or more at 
77 K in vacuum, and said three signals are observed in a little amount or substantially not observed in darkness at 77 
45 K in vacuum. 

[0017] Further, the present invention relates to an article provided with the above-mentioned coating film of the 
present invention on at least a part of surface. 



Brief Description of the Drawings 
[0018] 

Fig. 1 shows ESR spectra of the visible light responsive type material employed in the present invention (Reference 
Example 1) measured at 77 K in vacuum. The upper segment is a spectrum measured in darkness, the middle 
segment is a spectrum measured with irradiation by light (light below 420 nm was cut off in light from a mercury 
lamp) having a wavelength of not less than 420 nm, and the lower segment is a spectrum measured with irradiation 
with light from a mercury lamp from which light of less than 420 nm was not cut off. 

Fig. 2 shows ESR spectra of the visible light responsive type material employed in the present invention (Reference 
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th« miHH, ' meaSU T t ^ temperature in vacuum - T ^ upper segment is a spectrum measured in darkness 
JmSJf .^Tk 8 SP r measured with '^diation by light (light below 420 nm was cut off in light from 
wi£ rZt—lTiSf WaVelength of not less than 420 ™. a"" the lower segment is a spectrum measured 
w.th irradiation w,th l.ght from a mercury lamp from which light of less than 420 nm was not cut off 
Fig. 3 g,yes the results of measurement by XRD of the product of Reference Example 1 (upper segment) and a 
hydrolysis product (dried at 50"C) (lower segment). «*8»«ni/ ana a 

w hinhnrrc ESR spectra mea f " red witn irradlati °n though a fitter (L-42) cutting off light (obtained using a 500 
isopropanol (lower segment) as the measurement atmosphere 

^^XHwl^.^-f ''7 (measurement temperature 77 K) measured with irradiation through a filter (L-42) 
nZll i^^T 9 3 W hi9h - preSSUre •"•««"* ,amp > balow 4 20 nm for the product obtained in 



Reference Example 4. 
Best Mode of Implementing the Invention 
[Visible light responsive type material] 



[0019] In the visible light responsive type material employed in the paint and coating film of the present invention 
composing at least anatase titanium dioxide, observed are a main signal having a g value ranging u£££!Z££} 

JSSESf S*? 3 9 V3lUe rangin9 fr ° m 1 985 10 1 986 and 3 9 V3lUe - 2 024 as -enured by ESR under 
^SSH " 9ht fh haV,ng a wa ve.ength of 420 nm or more at 77 K in vacuum, in the visible light responsive type 
material employed .n the present mvention, the three signals (one main signal and two subsignals) are further observed 
in a little amount or substantially not observed in darkness at 77 K in vacuum ODservea 

SSL 7 ?? m . responsive **» material employed in the present invention preferably comprises a main 

SoTSil °l a " ataSatitanium dioxide ' and -ay additionally comprise ruti.e titanium dioxide and/or aZ 

« < dioxide. Further, the anatase titanium dioxide need not necessarily have a high degree of crystallinity 
SL % \ Sh ri ° WS h conventlon a' ^R spectra measured at 77 K in vacuum for the visible light responsive type 
Z Y 6 PreSSnt inVemi ° n - ' n th9 fi9Ure ' the Upper se 9 ment « a spectrum measured in darkness and 

obtlld Z 9 T V^TT meaSUred With irradiati ° n With " ght havi "9 a wavelength of not less than 420 nm 
(obtained by cut , lng off , lgnt of |ess tnan 420 nm |n frQm a m « nm 

obtained by irradiation with light from a mercury lamp from which light of less than 420 nm has not been cut oTthe 
upper segment, middle segment, and lower segment are all results obtained at identical GAIf? 
ESL ,S t C,ear ' rom « comparison of the upper segment and middle segment spectra in Fig. 1, in the middle 
segment spectrum, the main signal having a g value ranging from 2.004 to 2.007 and the two subsignals havinc a 

Further TK^T ^ * 1986 ^ m ,ntan ^ than those ° f tha "PPer ~9^££n 9 

ml ! ' aS ,' S h Clearfr0m ac ° m panson of the middle segment and lower segment spectra of Fig. 1, the intensSy ofTe 
mam signal having a g value of 2.004 to 2.007 and those of the two subsignals havinq q values of 1 985 to 1 QBfi anH 

mSn Jd thrtr 9 reS P°™ ve *P e material em P'°yed in the present invention, as shown in Fig. 2, the above^ 
? n H S Ca ". be by ESR darkness or witn irradiation b V "0™ having a wavelength of not 

2! £ ^mtLteTel^nr T rStUre in VaCUUm - Rg - 2 ' the "PPa^egment is aspectrum measured inJarkness 
fohtalTpH h„ n 9 « 3 P ^ mm meaSUred Wkh irradiation by ,ight navin 9 a wavelength of not less than 420 nm 
(obtained by cutting off light of less than 420 nm in light from a mercury lamp). The lower segment is a spectrum 

I ! ,at ' 0n Wfth " 9ht fr ° m 3 mercUry lamp fr0m Which "AW ° f '"a" 420 nm was not^t off TneCeT 
middle, and lower segments are all the results of measurements made at identical GAIN 

S3 a e eTaSulSE m^T^ ^ZT!* the preSent imention ' the above-described three 

~ cn attributed to radicals caused by hole complement. As shown In the reference examples, this is clear 

mTecul) :t P mtsphe n re an ,S ° Pr0Pan0 ' ^ ^ "* h (an electron Ue^ 

^9^0^^^ 

[0026] The visible light responsive type material employed in the paint and coating film of the present invention can 

sZ^^TpT titaniUm r' de ^ titan ' Um {T,) «° 0Xyge " <°) bond rati0 of ' ess than 2. X^pSTlES 
fnn^ ? PV } , l? a ? b t US6d t0 meaSUre Whether or not defe ot type titanium oxide is present 

[0027] It ,, desiraWe forthe 530 ± 0.5 eV belonging to Ti-O of titanium oxide and the 532 ± 0 5 eV of the adsorption 
oxygen O-O bond, wh.ch have quite close bond energies, to be isolated and for calcuiations to "SSStSS 
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the bond state of titanium and oxygen and the stoichiometric ratio of elements that can be measured and specified by 
X-ray photo-electron spectroscopy. Looking at results measured and calculated by this method, it is possible to deter- 
mine that the visible light responsive type material described in the embodiments of the present invention is of the 
oxygen defect type. 

[0028] Even when error is taken into account, the O/Ti ratio of commercially available titanium oxide catalysts such 
as ST-01 (made by Ishihara Sangyo) and other catalysts such as JRC-IT03 (a reference catalyst of the Japan Catalyst 
Association) and P-25 (made by Nippon Aerogil) is 2.0 ± 0.05. Although the level of oxygen defects cannot be defined 
once and for all, 1 .5-1 .95 is desirable. 

[0029] The visible light responsive type material employed in the present invention can be manufactured from starting 
matenals in the form of amorphous or incomplete crystalline titanium dioxide. This starting material titanium dioxide 
can be obtained by the sulfuric acid method, the chloride method, or the wet method employing titanium alkoxide as 
starting material. More specifically, starting material titanium dioxide can be obtained by the hydrolysis 0 f titanium 
chlonde by ammonium hydroxide. In this hydrolysis, the amount of ammonium hydroxide added is suitably adjusted 
to yield a pH of not less than 6 in the reaction solution. The titanium chloride may be in the form of titanium trichloride 
titanium tetrachloride, titanium oxychloride, or the like, or a mixture of these compounds may be employed. The above- 
mentioned hydrolysis may be conducted, for example, with cooling, or at a temperature falling in a range of ordinary 
temperature to 90»C. Hydrolysis at ordinary temperature is sometimes preferable because crystallinity is relatively low 
or amorphous titanium dioxide can be obtained. Further, the product of hydrolysis of titanium chloride by ammonium 
hydroxide is des.rably first washed with an ammonium hydroxide aqueous solution before being employed as starting 
matenal titanium dioxide. Washing in ammonium hydroxide aqueous solution can be conducted to decrease the residual 
time^ nt amm0niUm chloride Produced during hydrolysis to the suitable amount, and is preferably conducted multiple 

[0030] Commercially available amorphous or incomplete crystalline titanium dioxide products may be employed 

Examples are incomplete crystalline titanium dioxides such as ST-01 and C-02 made by ishihara Sangyo 

[0031] Alternatively, the visible light responsive type material can be manufactured by the method comprising a 

titanium oxide comprising at least anatase type titanium oxide in which a hydrolysis product obtained by hydrolyzina 

titanium sulfate or titanyl sulfate is washed with water to remove at least a portion of sulfuric acid ions contained in 

said hydrolysis product, after which heating it in the presence of ammonia or a derivative thereof 

[0032] The washing of the hydrolysis product may be conducted with water or ammonia water. It will be subsequently 

understood from the results of examination f urtherbelow that washing with water yields a product of higher BET specific 

surface area than washing with ammonia water. In the present invention, washing with water is employed. More spe- 

cifica ly, when the heating conditions are identical, the product obtained by washing in water has almost twice the BET 

specific surface area of product obtained by washing with ammonia water. 

[0033] Since products having higher BET specific surface areas can t e expected to afford good adsorption perform- 
ance, they are extremely advantageous when employing the material obtained by the manufacturing method of the 
present invention as a photocatalyst. me 
[0034] In the above manufacturing method, the above-mentioned washing in water is desirably conducted until the 
sulfunc acid ion concentration in the washing filtrate decreases to not more than 2,000 ppm. The above-mentioned 
washing .n water.sfurtherpreferably conducted until thesulfuric acid ion concentration in the washing filtrate decreases 
to not more than 1,500 ppm. When employing ammonia to hydrolyze titanium sulfate or titanyl sulfate, the above- 
mentioned washing in water is desirably conducted until the ammonium ion concentration in the washing filtrate de- 
creases to not more than 200 ppm. 

[0035] The visible light responsive type material employed in the present invention can be manufactured by the 
following method, for example, in addition to by the above-mentioned method. An amorphous or incomplete crystalline 
titanium dioxide is heated in the presence of ammonia or a derivative thereof. The ammonia may be liquid or gaseous 
When using ammonia gas, the starting material titanium dioxide is heated in an ammonia gas atmosphere Examples 
of ammonia denvatives are ammonium salts such as ammonium chloride; the starting material titanium dioxide is 
heated, for example, in the presence of ammonium chloride. 

[0036] The heating of the starting material titanium dioxide in the presence of ammonia or a derivative thereof is 
stopped when the absorbance of light at a wavelength of 450 nm by the material produced by the heating becomes 
greater than the absorbance of light at a wavelength of 450 nm by the starting material titanium dioxide. Usually the 
starting matenal titanium dioxide is white and its absorbance of light at a wavelength of 450 nm is about 10 percent 
By contrast, when the starting material titanium dioxide is heated in the presence of ammonia or a derivative thereof 
it gradually turns yellow. However, this coloration peaks at a certain point and then reduces, finally becoming a com- 
pound with absorbance about the same as the starting material titanium dioxide. Although the absorbance of light at 
a wave ength of 450 nm varies with the type of starting material titanium dioxide, type and quantity of ammonia (de- 
nvative) co-existed, heating temperature and time and the like, it sometimes reaches a maximum of about 60 percent 
The characteristic of the visible light responsive type material is not definitively determined based on the intensity of 
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absorbance of light at a wavelength of 450 nm, but when the absorbance of light at a wavelength of 450 nm is 20 
percent or greater (reflectance is 80 percent or less), it has clearly become a material exhibiting visible light respon- 
siveness. 

[0037] The above-mentioned heating conditions cannot necessarily be specified by just temperature, but the tem- 
perature employed falls within a range of 300-50000, for example. The heating can be conducted at ordinary pressure. 
Further, the heating time can be suitably determined based on the absorbance of light with a wavelength of 450 nm 
by the material produced by heating. 

[0038] The above-mentioned heating can be performed with one of the rotary kilns, tunnel kilns, muffle furnaces, or 
the like commonly employed in this field. When the individual grains of titanium oxide aggregate or sinter by heating 
they can be comminuted as needed with a pulverizer. 

[0039] Further, the material obtained by heating as set forth above can be washed with water or an aqueous solution 
as necessary. This washing sometimes improves the visible light responsiveness of the visible light responsive type 
material obtained. For example, when the amorphous or incomplete crystalline titanium dioxide (the starting material 
prior to heating) is those obtained by hydrolyzing titanium chloride with ammonium hydroxide, a considerable amount 
of ammonium chloride remains in the hydrolysis product. As a result, heating of the amorphous or incomplete crystalline 
titanium dioxide to a prescribed temperature as set forth above can convert it to a visible light responsive type material. 
However, a large quantity of ammonium chloride sometimes remains in the material obtained even after the heat 
treatment. In such cases, it is sometimes possible to remove the ammonium chloride by washing with water or a suitable 
aqueous solution to improve the visible light responsiveness of the visible light responsive type material. In this case, 
washing the material obtained by heating with water or an aqueous solution may be conducted so that the pH of the 
water or aqueous solution following washing is 5 or greater. 

[0040] Silicon, aluminum, tin, zirconium, antimony, phosphorus, platinum, gold, silver, copper, iron, niobium, tung- 
sten, tantalum, other elements, and compounds containing the same can be coated onto, supported by, or doped into 
the visible light responsive type material employed in the present invention. For example, the above-mentioned visible 
light responsive type material can be supported by a carrier in the form of the transparent active alumina described in 
Japanese Unexamined Patent Publication (KOKAI) No. 2000-1 1 901 7. This yields a transparent visible light responsive 
type material and can provide a transparent paint. 

[Paint] 

[0041] The paint of the present invention comprises at least the above-mentioned visible light responsive type ma- 
terial, a binder, and a solvent. The binder may be either organic or inorganic. 

[0042] Examples of inorganic binders are: alkyl silicate; products obtained by hydrolyzing hydrolysis silicon com- 
pounds such as halogenated silicon and its partially hydrolyzed substance; silica; colloidal silica; water-glass, organ- 
opolysiloxanes and other silicon compounds; polycondensation products of organic polysiloxane compounds; zinc 
phosphate, aluminum phosphate, and other phosphates; diphosphates; cement; calcium oxide; calcium sulfate; frit for 
enamel; glost for glass lining; plaster; and other inorganic binders. Examples of organic binders are fluoropolymers 
silicon polymers, acrylic resin, epoxy resin, polyester resin, melamine resin, urethane resin, alkyl resin, and other 
organic binders. Since the binder is deteriorated and decomposed by the photocatalytic function of the photocatalyst, 
it is necessary to suitably select the type of binder based on the location of use, degree of photocatalytic function, and 
application. However, since a visible light responsive type material is employed as photocatalyst in the present inven- 
tion, the deterioration due to photocatalytic function is substantially reduced relative to paints employing conventional 
ultraviolet radiation type photocatalysts. When employed in a room with almost no ultraviolet radiation, there is almost 
no deterioration due to the photocatalytic function. Accordingly, in paints employing ultraviolet radiation type photocat- 
alysts, unusable organic binders such as acrylic resin, epoxy resin, polyester resin, melamine resin, urethane resin 
and alkyd resin may be employed without problem. 

[0043] These binders may be employed singly or in combinations of two or more in the present invention 
[0044] Examples of alkyl silicates are the compounds denoted by the general formula Si n O n ^OR)^ (where Si 
denotes silicon, O denotes oxygen, and R denotes an alkyl group). In the above, an example of n is 1 -6 and an example 
of R is an alkyl group having 1-4 carbon atoms. However, the present invention is not limited thereto. 
[0045] Examples of cements that are suitable for use are fast-setting cement, common cement, moderate-heat ce- 
ment, sulfate-resistant cement, white cement, oil well cement, geothermal well cement, and other Portland cements- 
mixed cements such as fly ash cement, high-sulfate cement, silica cement, and furnace cement; and alumina cement' 
[0046] Examples of plasters suitable for use are gypsum plaster, lime plaster, and dolomite plaster. 
[0047] Examples of fluoropolymers are polyvinyl fluoride, polyvinylidene fluoride, polyethylene trifluorochloride pol- 
yethylene tetrafluoride, polyethylene tetrafluoride-propylene hexafluoride copolymer, ethylene-polyethylene tetrafluo- 
ride copolymer, ethylene-ethylene trifluorochloride copolymer, ethylene tetrafluoride-perfluoroalkylvinyl ether copoly- 
mer, and other crystalline fluororesins; perfluorocyclopolymers, vinyl ether-fluoroolefin copolymers, vinyl ester- 
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fluorooleftn copolymers, and other amorphous fluororesins; and various fluorine rubbers. Fluoropolyrners comprising 
a chief component in the form of a vinyl ether-fluoroolef in copolymer or vinyl ester-fiuoroolefin copolymer are employed 
with particular preference because they decompose or deteriorate little and are easy to handle. 
[0048] Examples of silicon polymers suitable for use are straight-chain silicon resins, acrylic-modified silicon resins 
and various silicon rubbers. 

[0049] The organic polysiloxane compound employed in polycondensation products of an organic polysiloxane com- 
pound is a substance known to be a hydrolysis product of organic silicon compounds; those described in Japanese 
Unexamined Patent Publication (KOKAI) Heisei Nos. 8-164334, 8-67835, 8-155308, 10-66830, and Japanese Patent 
No. 2,756,474 may be employed without modification. 

[0050] Organic polysiloxane compounds are the hydrolysis products of organic silicon compounds. Examples of 
organic silicon compounds are those having alkyl groups and alkoxy groups. 

[0051] Products obtained by hydrolysis of organic silicon compounds having alkyl groups and alkoxy groups are also 
known, which can be obtained , for example, by hydrofyzing the organic silicon compound denoted by Ri Si(OR2) 4 
R and R2 each denote, for example, a lower alkyl group having 1 -8 carbon atoms. In consideration of the film strength 
of the coating obtained, R1 is a lower alkyl having 1 -3 carbon atoms, preferably a methyl group. In the above formula 
n denotes an integer of 0-2; more particularly, the use of a hydrolysis product (three-dimensional crosslinked product) 
in the form of a mixture of organic silicon compounds in which n is 1 and 2 is desirable to achieve film strength and 
the like. 

[0052] Examples of such organic silicon compounds are: methyltrimethoxysilane, methyltriethoxysllane methyltri- 
isopropoxysilane, methyltri-t-butoxysilane, methyltrichlorosilane, methyltribromosilane; ethyftrimethoxysilane ethyltri- 
ethoxysilane, ethyltriisopropoxysilane, ethyltri-t-butoxysilane, ethyltrichlorosilane, ethyltribromosilane; n-propyltrimeth- 
oxysilane, n-propyltnethoxysilane, n-propyltriisopropoxysilane, n-propyltri-t-butoxysilane, n-propyltrichlorosilane n- 
propyltnbromosilane; n-hexyltrimethoxysilane, n-hexyltriethoxysilane, n-hexyltriisopropoxysilane n-hexyltri-t-butox- 
ysilane, n-hexyltrichlorosilane, n-hexyltribromosilane; n-decyltrimethoxysilane, n-decyltriethoxysilane n-decyltriiso- 
propoxysilane, n-decyltri-t-butoxysilane, n-decyltrichlorosilane, n-decyltribromosilane; n-octadecyltrimethoxysilane n- 
octadecyltnethoxysilane. n-octadecyltriisopropoxysilane, n-octadecyltri-t-butoxysilane. n-octadecyltrichlorosilane ' n- 
octadecyltnbromosilane, tetramethoxysilane, tetraethoxysllane, tetrabutoxysilane, dimethoxydiethoxysllane- dimethyl- 
d.methoxys.lane, dimethyldiethoxysilane, Y-glycidoxypropylmethyldimethoxysilane, Y-glycidoxypropylmethyldiethox- 
™ *Z*\ Y ;9 | y c,dox yP ro Py ,tri " lethox ysilane, Y-glycidoxypropyltriethoxysilane. Y-glycidoxypropyltriisopropoxysilane 
so and Y-glycidoxypropyltri-t-butoxysilane. 

[0053] The blending proportion of binder based on solid component is about 10-2,000 weight percent preferably 
25-1 ,000 weight percent, more preferably 25-500 weight percent, and still more preferably 25-250 weight percent of 
the viable light responsive type material particles. Restricting the blending proportion of the binder to within the above- 
stated range makes it possible to maintain the function of the visible light responsive type material without desorption 
27'* "9 ht ^Ponsive type material when foiming a coating film of visible light responsive type material 
[0054] Organic and inorganic solvents and mixtures thereof may be employed as solvent. Water is the inorganic 
solvent of preference. Examples of organic solvents suitable for use are methanol, ethanol, 2-propanol, ethylene glycol 
other alcohols, and ketones. Alcohols are preferably incorporated from the viewpoints of ease of handling and coating 
properties. The blending proportion of the solvent can be suitably set based on operation properties 
[0055] As needed, at least one compound selected from the group consisting of dicarboxylic acids and derivatives 
thereof can be incorporated into the visible light responsive type material composition of the present invention Dicar- 
boxylic acids are organic compounds comprising two carboxyl groups, COOH, within the molecule. Examples suitable 
for use are oxalic acid, malonic acid, succinic acid, glutaric acid, adipic acid, pimelic acid, suberic acid, azelaic acid 
sebacic acid, and other aliphatic saturated dicarboxylic acids; maleic acid, fumaric acid, and other aliphatic unsaturated 
dicarboxylic acids; and phthalic acid, isophthalic acid, terephthalic acid, and other aromatic dicarboxylic acids Dicar- 
boxylic acid derivatives suitable for use are compounds obtained by changing a small portion of the dicarboxylic acid 
structure, such as esters of the above-listed dicarboxylic acids, salts of dicarboxylic acids, anhydrides of dicarboxylic 
ac.dssaz.des of dicarboxylic acids, amides of dicarboxylic acids, and imides of dicarboxylic acids. Examples are methyl 
dicarboxylate, ethyl dicarboxylate, propyl dicarboxylate, butyl dicarboxylate, sodium dicarboxylate. and ammonium 
d.carboxylate. Commercial products containing dicarboxylic acid or a derivative thereof, for example, the product known 
3f a8 * e < made b V Rhone-Poulenc Japan Co.), which is a blend of three dicarboxylic esters, may be employed 
[0056] The content of dicarboxylic acid and derivatives thereof is about 0.5-500 weight percent, preferably 5-500 
weight percent, more preferably 1 0-500 weight percent, and still more preferably 25-250 weight percent, of the visible 
Hght responsive type material particles in the visible light responsive type paint composition. When the content of 
dicarboxylic acid and derivatives thereof falls below the above-stated range, an addition effect is difficult to achieve 
and when the content exceeds the above-stated range, a marked effect is difficult to achieve no matter how great the 
subsequent increase. A visible light responsive type material film prepared with a visible light responsive type paint 
composition comprising dicarboxylic acid or a derivative thereof is porous and affords improvement in the function of 
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the visible light responsive type material. Further, in addition to at least one compound selected from the group com- 
prising dicarboxylic acids and derivatives thereof; visible light responsive type material particles; binder and solvent 
the visible light responsive type paint composition of the present invention may also comprise additives in the form of 
various dispersants, surfactants, curing agents, and crosslinking agents. 

[0057] The present invention relates to articles on which a visible light responsive type material coating films are 
formed using the visible light responsive type paint composition set forth above. Articles suitable for use are ceramics 
glass, and other inorganic substance articles; plastic, rubber, wood, paper, and other organic substance articles- metals 
such as aluminum; and metallic material articles of alloys such as screens . The size and shape of the article'are not 
specifically limited. The film thickness of the visible light responsive material coating film formed on the article may be 
suitably set based on the application. Examples of possible film thicknesses are about 0.01-100 urn The visible light 
responsive type material film can be formed on the article by coating or spray ing on the article the visible light responsive 
type paint composition of the present invention. Specifically, it is preferable that a paint composition is prepared by 
dispersing the visible light responsive type material particles and binder in a solvent, after which the paint composition 
is coated or sprayed onto a base member, with the visible light responsive type material particles and the binder being 
present on at least a portion of the base member. Examples of the above-mentioned solvent are water, toluene alcohol 
and other organic solvents. Examples of coating methods are immersion, dip coating, spiner coating blade coatinq' 
roller coating, wire bar coating, reverse roll coating, brush coating, brush coating, sponge coating and other commonly 
employed coating methods; or spraying can be done by the usual method such as spray coating. After coating or 
spraying in this manner, the solvent is removed by drying or sintering. The drying or sintering temperature is desirably 
lower than 500-C, with a temperature of room temperature to 400°C being preferred. A temperature exceeding 500°C 
is undesirable because the function of the visible light responsive type material decreases. As needed, a method such 
as irradiation with ultraviolet radiation may be employed to solidify the binder employed. As needed prior to coating 
or spraying the visible light responsive type paint composition onto the article, the above-mentioned organic binder 
such as acrylic resin, epoxy resin, polyester resin, melamine resin, urethane resin, alkyd resin or the like or the above- 
described inorganic binder may be precoated or presprayed onto the article as a primer or coating 
[0058] The paint and coating film of the present invention may also comprise a granularsubstance, adsorbent carrier 
and/or condensed phosphate. Examples of granular substances are inorganic and organic particles having a mean 
particle diameter of 1 nm to 1 00 urn. In the present invention, adhering the visible light responsive type material particles 
and adsorbent and/or carrier to the base member through a binder is desirable in that the substance being processed 
is imparted with both adsorption and/or carrier actions. Common adsorbents and carriers may be employed as the 
adsorbent and earner mentioned above. Examples are activated charcoal, zeolite, silica gel, transparent active alumina 
(for example, that described in Japanese Unexamined Patent Publication (KOKAI) No. 2000-1 1 901 7) amorphous or 
low-crystallmity titanium dioxide, and diatomaceous earth. Amorphous and low-crystallinity titanium dioxide may be 
obtained by hydrolyzing titanium suifate or titanyl suifate with ammonium hydroxide, sintering the product at 400«C 
for example, with the residual sulfuric acid ions present, and washing the product as needed. Using as a visible light 
responsive type material, those obtained by adsorbing or supporting the visible light responsive type material on a 
suitable material (for example, transparent active alumina) in the above-mentioned adsorbent or earner yields trans- 
parency in the case of a coating film and sometimes improves mechanical strength and weather resistance 
[0059] The present invention covers paints comprising a binder, condensed phosphate, visible light responsive type 
material, and solvent. In the paints, the preferred solvent is water. A paint comprising water as a solvent and a con- 
densed phosphate has good dispersion property of the visible light responsive type material particles, and coating films 
obtained from this paint exhibit good visible light response. 9 
[0060] In particular, the present invention covers coatingfilms comprising a binder, condensed phosphate and visible 
light responsive type material. The coating film exhibits hydrophilic properties when irradiated with light 
E* 0 . 611 „ Conventional hydrophilic paints and coating films (for example, those described in Japanese Unexamined 
Patent Publication (KOKAI) Heisei No. 1 1 -1 659) incorporatesilica orsilicone to achieve weather resistance By contrast 
the present invention yields a coating film with good weather resistance without incorporating silica or silicone Since 
a coating film of good weather resistance can be achieved without incorporating silica or silicone, the degree of com- 
positional freedom increases. For example, it is possible to increase the quantity of binder or the content of visible liaht 
responsive type material. a 
[0062] However, the paint and coating film of the present invention may contain silica or silicone 
[0063] The quantity of condensed phosphate in the above-described paint and coating film is 0.5-5 percent preferably 
1-1.2 percent based on the weight of the visible light responsive type material, yielding a paint of good disperaion 
property, viscosity, and stability. Generally, as the specific surface area of the visible light responsive type material is 
larger, or the quantity of surface coating agent is larger, the optimum blending quantity of condensed phosphate be- 
comes larger The optimum blending quantity of condensed phosphate differs based on the method of manufacturing 
he vis.ble light responsive type material and the type of surface coating agent. The condensed phosphate is not limited 
to one type; two or more types may be combined for use. 
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[0064] In addition to the above-described components, colloidal oxides may also be incorporated into the paint and 
coating film of the present Invention. An example of a colloidal oxide is colloidal silica. Since colloidal oxides Increase 
the surface area of the coating (rendering it porous) due to their fine particles, it is possible to increase the contact 
frequency between visible light response type materials and substances being reacted with. However, colloidal oxides 
are not an essential component of the coating film of the present invention for achieving weather resistance 
[0065] In the present invention, a first layer comprised of binder not containing the visible light responsive type ma- 
terial particles is provided on a base member, and over the first layer, provided is a second layer comprised of binder 
and the visible light responsive type material particles. Providing a first layer not comprising visible light responsive 
type matenal particles makes it possible to adhere more firmly and for an extended period of time the visible light 
responsive type material particles to the base member. An organic binder is preferred as such a binder. The incorpo- 
ration into the first layer of a filler in the form of inorganic particles not having a visible light responsive type material 
function is desirable. Titanium oxide, silicon oxide, aluminum oxide, and magnesium oxide surface treated with silicon 
oxide, aluminum oxide, zirconium oxide or the like so as not to have a visible light responsive type material function 
can be employed as such inorganic particles. 

[0066] In the present invention, the quantity of visible light responsive type material particles in the paint composition 
is 5-98 percent, preferably 20-98 percent, more preferably 50-98 percent, and still more preferably, 70-98 percent 
based on volume relative to the total amount of the visible light responsive type material particles and binder Crosslink- 
ing agents, dispersants, fillers, and the like may be blended into the paint composition. The usual crosslinking agents 
such as isocyanates and melamines, may be employed as the crosslinking agents. Coupling agents may be employed 
as the dispersants. In particular, when the content of the visible light responsive type material particles in the paint 
composition based on volume relative to the total quantity of the visible light responsive type material particles and 
binder is 40-98 percent, a coupling agent is desirably blended into the paint composition. The quantity of this coupling 
agent that is added is desirably 5-50 percent, more preferably 7-30 percent. 

[0067] The visible light responsive type material product of the present invention is obtained by coating or spraying 
as mentioned above, followed by solidification. Solidification can be conducted by drying, irradiation with ultraviolet 
radiation, heating, cooling, or employing crosslinking agents. Solidification is conducted at a temperature lower than 
400'C .preferably a temperature of room temperature to 200°C. In this case, a temperature higher than 400-C is not 
desirable because the binder deteriorates due to heat and the visible light responsive type material particles tend to 
desorb. In the present invention, the preferred method of solidification is the use of a crosslinking agent such as an 
isocyanate or a melamine. a a 

[0068] The present invention relates to articles having the above-mentioned coating film of the present invention on 
at least a portion of a base material surface. Base materials suitable for use include the outer wall surfaces of buildings 
external roof surfaces, external window glass surfaces, internal window glass surfaces, room wall surfaces floor sur- 
faces, ceiling surfaces, blinds, curtains, protective walls along roads, interior tunnel walls, the exterior surfaces and 
reflective surfaces of lights, the interior surfaces of vehicles, and mirror surfaces. 

[0069] The use of a coating film comprising the visible light responsive type material of the present invention or an 
article having this coating film affords a method of sterilizing and/or preventing stain. The use of the visible light re- 
sponsive type matenal of the present invention provides a method of clarifying water and a method of clarifying nitrogen 

[00 ™ ] ,. 'plating the coating film comprising the visible light responsive type material of the present invention with 
visible light decomposes and clarifies nearby harmful substances, foul substances, oily components and the like per- 
mrtt.ng sterilization. Light comprising visible light is an example of the light used for irradiation. Specific examples 
suitable for use are sunlight, fluorescent light, and the light of a halogen lamp, xenon flash lamp, ormercury lamp The 
light preferably comprises visible light of 400-700 nm. The level and duration of irradiation with light may be suitably 
set based on the quantity of the substance being processed. 

Embodiments 

[0071] Embodiments of the present invention are given below. However, the present invention is not limited thereto. 
Reference Example 1 

SUS L?.T t e ?f lite,S ° f Wate0 Were added 500 9 of titanium tetrachloride (special grade, manufactured 
2L- 1? 9 0 the mixture was stirred and diss <"ved, Voiding a titanium tetrachloride aqueous solution 

While s irring 200 g of this aqueous solution in a stirrer, about 50 mL of ammonia water (comprising 1 3 weight percent 
as NH 3 ) was added as rapidly as possible. The quantity of ammonia water added was adjusted to yield a final pH of 
about 8 in the aqueous solution. This converted the aqueous solution to a white slurry. After stirring for another 1 5 min 
themixturewasfilteredwithasuctionfirter.Thefiltered precipitate was dispersed in 20mL of ammonia water (containing 
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6 weight percent as NH 3 ) and stirred using a stirrer for about 20 hours. The mixture was then suction filtered aaain 
yielding a white hydrolysis product. a ' 

[0073] The white hydrolysis product obtained was transferred to a crucible and heated to 400°C for 1 hour in air with 
an electric furnace, yielding a yellow product. 

[0074] The results of XRD measurement of the obtained product are given in the upper segment of Fig. 3. In addition 
the results of XRD measurement of the white hydrolysis product dried at 50°C are given in the lower segment of Fig' 
3. From these results, it will be understood that the product obtained by drying the white hydrolysis product at 50°C 
was amorphous and the obtained product contained anatase titanium dioxide. 

[0075] The absorption spectra of the obtained product and the white hydrolysis product dried at 50°C obtained were 
measured under the following conditions with a Hitachi Autorecording Spectrophotometer (U-3210) equipped with 
integrating sphere: . ^ rr 



Scan speed 


T 1 

; 120 nm/min, 


Response 


I MEDIUM, 


Band pass 


| 2.00 nm, and 


Reference 


barium sulfate. 



[0076] As a resu It, when the reflectance at 700 nm of the obtained product was defined as 1 00 percent, the reflectance 
20 thereof at 450 nm was 61 percent. By the contrast, when the reflectance at 700 nm of the product obtained by drying 
J™*® ^ ydrolysis product at 50 ° c was defined as 1 00 percent, the reflectance thereof at 450 percent was 95 percent 
[0077] Further, the ESR spectrum of the obtained product was measured. Measurement was conducted at 77 K or 
ordinary temperature in vacuum (0.1 Torr or less). The measurement conditions were as follows' 



2S [Basic Parameters] 
[0078] 

Measurement temperature: 77 K or ordinary temperature 
30 Field: 324 mT± 25 mT 

Scan time: 4 min 
Mod.: 0.1 mT 

Receiver GAIN: 10-100 (measurement sensitivity) 
Time constant: 0.1 sec 
35 Light source: 500 W high-pressure mercury lamp 

Filter:L-42 

[Sample Preparation] 

40 E°079] 

Vacuum evacuation: 1 hr or more 
[g Value Calculation] 

45 

[0080] 
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9=9mn x HmnAH™ + AH) based on Mn 2+ marker (g mn =1 .981) 



H mn : Mn 2+ marker magnetic field 

AH: Amount of change in magnetic field from H mn 



? JL 9 * 1 < measurement temperature 77 K) and Fig. 2 (measurement temperature ordinary temperature) show 
l u ,? JP 8Clra ,n me dark in me Upper se 9 ment ' the ESR spectrum measured with irradiation with light through a 
! r i tio Utt,n9 Hght (obtajned usin 9 a 500 w high-pressure mercury lamp) below 420 nm in the middle segment 
* n <t n E ^ spectrum measured with irradiation of light employing a 500 W high-pressure mercury lamp without using 
a filter (L-42) cutting light below 420 nm is shown in the lower segment. 
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[0082] A comparison of the spectra of the upper and middle segments of Fig. 1 clearfy reveals that in the middle 
segment spectrum, the main signal having a g value ranging from 2.004 to 2.007 and the two subsignals having g 
values ranging from 1 .985 to 1 .986 and 2.024 exhibited intensities stronger than in the spectrum in the upper segment. 
Further, a comparison of the spectra of the middle and lower segment spectra of Fig. 1 clearly reveals that neither the 
main signal having a g value ranging from 2.004 to 2.007 nor the two subsignals having g values ranging from 1.985 
to 1 .986 and 2.024 differed substantially even when light of less than 420 nm was included in the irradiating light. 
[0083] Further, as shown in Fig. 2, the above-described three signals were observed in the ESR of the visible light 
responsive type material of Reference Example 1 in darkness and with irradiation with light having a wavelength of 
420 nm or more at ordinary temperature in air. 

[0084] The main signal having a g value ranging from 2.004 to 2.007 and the two subsignals having g values ranging 
from 1 .985 to 1 .986 and 2.024 were not observed under any of the ESR measurement conditions in the white hydrolysis 
product dried at 50°C. 

[0085] ESR spectra were measured by replacing the vacuum measurement atmosphere with an air or isopropanol 
and employing the same conditions of light irradiation through a filter (L-42) cutting out light (obtained using a 500 W 
high-pressure mercury lamp) of 420 nm or less. The results are given in Fig. 4. In the figure, the upper segment gives 
the results of measurement in vacuum, the middle segment gives those for air, and the lower segment gives those for 
isopropanol. The main signal and the two subsignals were smallest in vacuum, increased somewhat in isopropanol 
relative to in vacuum, and were largest in air, as shown in the middle segment. While isopropanol is an electron donor 
molecule, the oxygen in the air is an electron acceptor molecule. Thus, these results suggest that the three above- 
described signals can be attributed to radicals caused by hole complement. 



Reference Example 2 



[0086] The white hydrolysis product obtained in Reference Example 1 was heated under the same conditions as in 
Reference Example 1 with the exception that the heating time was set to 20 min or 3 hr, and yellow products were 
obtained. The absorption spectra of these products were measured in the same manner as in Reference Example 1 . 
When the reflectance at 700 nm of the sample heated for 20 min was defined as 1 00 percent, the reflectance thereof 
at 450 nm was 67 percent. And when the reflectance at 700 nm of the sample heated for 3 hr was defined as 100 
percent, the reflectance thereof at 450 nm was 67 percent. 

Reference Example 3 

[0087] With the exception that the titanium tetrachloride was replaced with titanium trichloride, a white hydrolysis 
product was obtained in the same manner as in Reference Example 1 . The white hydrolysis product was heated for 1 
hr at 400°C, yielding a yellow product. The ESR spectrum (measurement temperature 77 K) of this product that was 
measured with irradiation by light passing through a filter (L-42) cutting light (employing a 500 W high-pressure mercury 
lamp) below 420 nm exhibited a main signal and two subsignals having the same g values as in the middle seqment 
of Fig. 1 . 

Reference Example 4 



[0088] A 1 .6 kg quantity of anatase titanium dioxide powder (C-02 manufactured by Ishihara Sangyo (K.K.)) was 
placed in a heated container having an internal capacity of 25 L and a baffle on an internal wall, and the container was 
loaded into an externally heated rotary kiln unit. The interior of the above-mentioned heated container was purged with 
nitrogen gas, after which 1 .5 Umin of ammonium gas based on nitrogen gas was passed through. Simultaneously the 
interior of the container was heated to 400°C with an external heater, and the container was heated for 90 min while 
being rotated. Following heating, the container was cooled to room temperature, yielding a yellow product. Fig. 5 shows 
the ESR spectrum (measurement temperature 77 K) for measurement with irradiation by light passing through a filter 
(L-42) cutting out light (obtained using a 500 W high-pressure mercury lamp) below 420 nm. 

Reference Example 5 

[0089] A 3 g quantity of the powder obtained in Reference Example 1 was suspended in 1 00 mL of pure water and 
stirred for 1 hr with a magnetic stirrer. The solution obtained was suction filtered. Sample remaining on the filter paper 
was again stirred in pure water and suction filtered. Filtration was repeated three times until the filtrate reached 6-7 on 
pH test paper. 

[0090] The powder obtained was left standing for a day in a drier set to 1 1 0*C and dried, yielding the material ex- 
hibiting a main signal and two subsignals having the same g values as in the middle segment of Fig. 1 . 
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Reference Example 6 

f°?! 11 i 2 i, k9 qUanUty ° f tttaniUm te,rachloride waa gradually added to 207 kg of water having a temperature of 0-C 
reached^ maximum of" <PemMna C °° lin9 a " d StirTing) - At that time - the temperature of the aqueous solution 

Z?' i itan ' Um ° hl0ride W3S Stirred fGr tW ° davs to P re P are a transparent titanium tetrachloride aqueous solution 
When 12.5 percent ammonia water was added dropwise while stirring the titanium tetrachloride aqueous solution that 

T^ZZZZZ^ST ^ ^ am ° Unt ° f "" m0nta WaS ~ » at » a 

SJSLJ 1 " Cl ° « d f S0 ' Ut L C : n ^ SUCtf0n f " tered The White P reci P itata remaining on the filter paper weighed 131 kg. 
™lZ * P *? me T 38 d,8pe,Sed 200 k9 ° f ammon,a water < 6 P ercent 88 NHg). stirred fZ 24 hr. and suction 

fnn^ 6t ! ° 50 ° and dried f °rfourdays. Following dtying, the sample weighed 17 kg 

[0093] A 1 kg quantrty of the dried sample was placed in an alumina crucible (20X20X5 cm), the crucible was placed 

that the sample temperature reached 400°C. 

£S2 « Aft6r T^?' material exhlbitin 9 a main si 9" al and two subsignals having the same g values as in the 

EZST^ZX™ in thickl yel,ow 1om - This materia * was comminuted in a mortar and usad in 

Reference Example 7 

[0095] A 3 g quantity of the powder prepared in Reference Example 6 was suspended in 1 00 mL of pure water and 
st.rred for 1 hr with a magnetic stirrer. The solution obtained was suction filtered^ samp.e remaining on ^Tfnter 

"T" """" i0 PUrS and SUCti ° n ,iltered - R,tra,i0n Was re P eated *™ times until the filtrate leaded 
o-/ on pn lesi paper. 

[0096] The powder obtained was left standing for a day in a drier set to 110'C and dried, yielding the material ex- 
h.bit.ng a ma.n signal and two subsignals having the same g values as in the middle segment of Ffc 1 

Reference Example 8 

(product code 020-78905) was added and the m.xture was stirred and dissolved in a Labo Mixer Next 55 mL of 
ammonrnwater^ghg^fromKanto Chemicals was aMed^aq^s^onto^^Z^^Le 
The precptete obtained was subjected to suction filtration and the white solid component (preSSfon cS was 
SSSi^T °T T r T f *"* tlmeS ^ 1 ° liter ° f Pure wate ' < in a where wateVwas poSTus, 

finally no f.ltrate came out. and then comminuted in a mortar. The white powder was sintered for 1 hr at 400-C in a 

sssr; rcr n9 a main si9nai and ^ subsigna,s havin9 9 — * *£££S : 2 

Embodiment 1 

[0098] The visible light responsive material obtained in Reference Example 7 was adequately mixed with a mixture 
ofthecompos,tionind,catedbelowinapaintshaker^ 



Visible light responsive material 
Vinyl acetate - acrylic copolymer 

(Boncoat 6290 made by Dainippon Ink and Chemicals Incorporated ) 
Water *' 



98 g 
0.7 g 

24.8 mL 



[0099] This paint composition of the above-mentioned composition was applied to a 20 cm* qlass olate and dried 
and SSJ P ^ ° PerCSnt baS9d ° n V ° ,Ume ° f the t0tal ^ uantlt V of the vislbte W« responsive material 
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Embodiment 2 



[01 00] The visible light responsive material obtained in Reference Example 7 was adequately mixed with a mixture 
of the composition indicated below in a paint shaker for 3 hr by shaking and then dispersed, yielding a paint composition 
The Lumrflon LF200C referred to below is a fluoropolymer chiefly comprised of vinyl ether and fluoroolefin 



Visible light responsive material 
Fluoropolymer 

(Lumiflon LF200C made by Asahi Glass Corp.) 
Isocyanate curing agent 
Titanium coupling agent 

(Plainact 338X made by Ajinomoto Corp.) 
Toluene 



9.80 g 
0.80 g 

0.16 g 
1-00 g 

23.60 mL 



[0101] 

for 



01] This paint composition of the above-mentioned composition was applied to a 20 cnv* glass plate and dried 
20 mirt at 120°C, yielding the visible light responsive type coating film of the present invention (Sample B) The 
content of visible light responsive type material in Sample B was 90 percent based on volume of the total quantity of 
the visible light responsive material and binder. 



Embodiment 3 

[0102] The visible light responsive material obtained in Reference Example 7 was adequately mixed with a mixture 
of thecomposition indicated below in a paint shaker for 3 hr by shaking and then dispersed, yielding a paint composition. 



Visible light responsive material 
Fluoropolymer 

(Lumiflon LF200C made by Asahi Glass Corp.) 
Isocyanate curing agent 
Titanium coupling agent 

(Plainact 338X made by Ajinomoto Corp.) 
Toluene 



7.64 g 
2.36 g 

0.47 g 
0.76 g 

22.50 mL 



[0103] This paint composition of the above-mentioned composition was applied to a 20 c m 2 glass plate and dried 
for 20 min at 120°C, yielding the visible light responsive type coating film of the present invention (Sample C) The 
conten of visible light responsive material in Sample C was 70 percent based on volume of the total quantity of the 
visible light responsive material and binder. 

Embodiment 4 



[0104] The visible light responsive material obtained in Reference Example 7 was adequately mixed with a mixture 
of thecomposition indicated below in a paint shakerfor 1 hr by shaking and then dispersed, yielding a paint composition. 



Visible light responsive material 
Polyorganosiloxane based inorganic binder 

(3:1 mixed product of T2202A and T2202B 
made by Japan Synthetic Rubber Corp.) 
Isopropyl alcohol 



9.8 g 
27 g 



21.5 mL 



[0105] This paint composition of the above-mentioned composition was applied to a 20 cm* glass plate and dried 
for 0 mm at 180-C yielding the visible light responsive type coating film of the present invention (Sample D). The 
conten of visible light responsive material in Sample D was 90 percent based on volume of the total quantity of the 
visible light responsive material and binder. 
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Test Examples 

NO Oxidation Activity (Elimination Rate) 

[01 06] Samples A-D prepared in Embodiments 1 -4 were placed in Pyrex glass reaction vessels (inner diameter 1 60 
mm, thickness 25 mm)). A 300 W xenon lamp was employed as light source. Light in the form of monochrome light 
with a half-width of 20 nm was irradiated by the irradiation device made by JASCO Corporation. 
[0107] A 1 .5 Umin flow of 0 percent RH simulated polluted air (NO: 1 ppm) was continuously fed into the reaction 
vessel and the change in concentration of NO was monitored at the reaction discharge outlet. The NO concentration 
was measured by the chemoluminescence method using ozone. The NO x elimination rate was obtained from the values 
accumulated over 1 hr. 

[0108] Table 1 shows the NO elimination rate (%) in each sample at 470 nm. 



Table 1 





NO Elimination 
Rate {%) at 470 nm 


Binder 


Embodiment 1 


7.8 


Acrylic 


Embodiment 2 


1 


Fluorine-based 


Embodiment 3 


1.2 


Fluorine-based 


Embodiment 4 


5.1 


Silicate 



Embodiment 5 



[01 09] To test the antimicrobial property of the coating film comprising the visible light responsive material obtained 
in Reference Example 7, a dependency test was conducted with reference to the "Optical Film Adhesion Methods" of 
the Japan Food Center, a foundation. 

[01 1 0] An antimicrobial activity test was conducted with reference to the "Antimicrobial Activity Evaluation Test Meth- 
od III for Antimicrobial Products" (1 998 revised edition) of the Antimicrobial Product Technology Association for the 
test method. 

[01 11] The conditions were as follows: 

Staphylococcus aureus: Staphylococcus aureus IFO 12732 

Bacterial solution adjustment solution: 1/500 NB medium 
(diluted with phosphate buffer solution) 

Light irradiation conditions: 6,000 Ix (white fluorescent lamp) 

[01 1 2] An alkoxysilane-based binder (made by Okitsumo Ltd.) were employed as a binder in the coating film sample 
This binder was prepared by hydrolyzing a mixture consisting of 1 00 weight parts of methyftrimethoxysilane and 1 00 
weight parts of colloidal silica aqueous dispersion (30 percent solid component). 100 g of this binder and 50 g of the 
sample obtained in Reference Example 7 were mixed and 50 g of isopropyl alcohol was added to the mixture obtained 
to prepare a paint. The paint thus prepared was applied by brush to a glass plate (5x5 cm), dried, and then baked for 
2 hr at 1 80°C to prepare a coating film sample. 

[0113] A bacterial solution adjustment solution comprising the above-mentioned staphylococcus aureus so as to 
yield about 3 x 1 0* bacteria alive was applied on the coating film sample obtained. The number of bacteria alive after 
irradiating the sample for 24 hr at 25°C with a white fluorescent lamp was counted by the usual method. 
[01 14] A glass plate without polyethylene film and coating film was employed as control sample. The results obtained 
are given in Table 2. 
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Table 2 



After irradiation with light 
for 24 h at 25°C 


Sample 


Test sample 1 


Test sample 2 


Average of two test 
samples 




Control 


1.8x10* 


7.4x10* 


4.6 x 10 4 


Only glass 


1.1x10 5 


1.6 x 10 5 


1.35 x 10 5 


Coating film sample 


1 0 or less 


1 0 or less 


1 0 or less 



Reference Example 9 



[01 1 5] 6.00 g of the material obtained in Reference Example 8, 0.04 g of the condensed phosphate shown in Table 
3, and prescribed amount of pure water were charged to a 100 mL polyethylene container, and using zirconia balls 5 
mm in diameter, ball mill comminution was conducted for 1 hr. While stirring this dispersion solution with a magnetic 
stirrer, samples were collected with a dropper and applied to a slide glass. The application surface was then rendered 
uniform and dried to obtain a coating film. 

Coating films were similarly prepared using a photocatalyst PC500 made by Millenium Corp. and a photocatalyst P- 
25 made by Nippon Aerogil in place of the material obtained in Reference Example 8. 

[0116] The NO oxidation activity (elimination rate) of the coating films obtained was obtained by the same method 
as given for the above test example. The results are given in Table 3. 



Table 3 





NO Oxidation Activity of Photocatalyst Dispersion 


Photocatalyst 


Quantity of pure 
water 
(solvent) g 


Condensed 
phosphate 
(type) 


Carrier quantity g 


NO Elimination rate% 










360nm 


470nm 


570nm 


Reference 
Example 8 


18.96 


P 


0.053 


20.3 


2.7 


0.3 




H 


0.008 


16.5 


1.8 


0.4 


PC500 


23.96 


P 


0.122 


16.9 


0 


0 






H 


0.943 


17.1 


0.5 


0.3 


P-25 


28.96 


P 


0.057 


19.2 


1.3 


0.2 


D. 1 «__*._ 




H 


0.056 


9.2 


0.6 


0 



P: Sodium pyrophosphate 
H: Sodium hexamethaphosphale 



Embodiment 6 

[0117] To the dispersion prepared in Reference Example 9, a fluororesin dispersion, film-forming adjuvant and 
tifoaming agent were mixed so as to yield the composition given below to prepare an aqueous paint. 



Paint composition 


Material of Reference Example 8 


19.9 percent 


Condensed phosphate 


1 .0 percent 


Fluororesin (solid component) 


9.1 percent 


Film-forming adjuvant 


1 .5 percent 


Antifoaming agent 


0.05 percent 


Water 


Remainder 


Total 


1 00 percent 



aqueous sealer layer (30 u.m) and acrylic silicon based paint layers (two 1 00 u.m layers) were applied 
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a glass base material and one layer (30 urn: coating film 1) or two layers (coating film 2: 30 urn x 2) of the above- 
mentioned paint were applied thereover. The NO oxidation activity (elimination rate) of the coating films obtained was 
measured by the same method as employed in the above test example. The NO elimination rates (%) (coatinq film 
area 5 x 5 cm) are given in Table 4. 



Table 4 





Coating film 1 


Coating film 2 


Fluorescent lamp irradiation 


13.8 


13.4 


Blue LED irradiation 


1.2 


2.6 


White LED irradiation 


1.9 


2.0 



[01 1 9] A hydrophilic property test and weather resistance test were conducted on the coating films by the following 
methods. The hydrophilic property test was conducted on coating film 2 and the weather resistance test on coatinq 
film 1 . a 

Evaluation of coatinq fil m surface hydrophilic property (measurement of contact ang le ) 

Measurement method: 

[0120] 

(1) The test paint was applied on a flat glass plate as a sample plate (coating film 2 was formed). 

(2) Distilled water was dripped onto the sample plate and the contact angle of the sample plate was measured 
(initial contact angle). 

(3) After 12 h of irradiation with a fluorescent lamp, the contact angle was measured (contact angle followinq 
irradiation with light). 

[0121] The contact angle was measured in 1 0 spots and the average value was adopted as data. The results are 
given in Table 5. From the results in Table 5, it will be understood that the coating film of the present invention exhibits 
a hydrophilic property when irradiated with light. 

Table 5 





Initial contact angle 


After irradiation with fluorescent lamp 


Coating film 2 


43° 


5° 



Coating film weather resistance test (outdoor exposure test) 



[01 22] This test was conducted to evaluate the outdoor weather resistance of the coating film 

aSe lite ^ ° Utd °° r eXP ° SUrS condjtlons « an inspection was made for chalking, cracking, peeling, swelling, holes, 

Test Method 

[01 24] The weather resistance test conditions were in conformity with JIS K-5400 9.4 (summarized below). 

(1) Preparation of test strip: A flexible plate was prepared and paint was applied, after which it was thoroughly 
dried to obtain test strips (coating film 1). 

(2) Exposure of test strips: The test strips were attached to a frame, tilted at an angle of 45*, and exposed outdoors. 

(3) An inspection was made for chalking, cracking, peeling, swelling, holes, and the like. 

[0125] As a result, peeling was observed in coating sample 1 after 11 days. By contrast, peeling was observed after 
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2 days in the coating film (single 30 urn layer of coating film 1 ) formed using the aqueous paint prepared by mixing the 
fluororesin dispersion, film-forming adjuvant, and antifoaming agent in the same compositional ratio as in Embodiment 
6 into the dispersion prepared in Reference Example 9 using photocatalyst PC500 made by Millenium Corp. instead 
of the matenal obtained in Reference Example 8. That is, it is understood that the coating film of the present invention 
had good weather resistance. 

Industrial Applicability 

[0126] The present invention provides a paint and coating film comprising a new light responsive material responding 
even to visible radiation, and articles having this coating film. The visible light responsive type coating film and articles 
having this visible light responsive type coating film of the present invention are useful as photocatalysts optical sen- 
sors, photocell materials, optical antistain materials, optical hydrophilic materials, and optical antimicrobial materials 



Claims 



1. A visible light responsive type paint comprising a binder, a visible light responsive type material and a solvent 
characterized in that said visible light responsive type material comprises at least anatase type titanium dioxide' 
as well as the mam signal having a g value ranging from 2.004 to 2.007 and two sub-signals having a g value 
ranging from 1.985 to 1.986 and a g value at 2.024 are observed in the ESR measured under the irradiation of 
light having a wavelength of 420 nm or more at 77 K in vacuum, and said three signals are observed in a little 
amount or substantially not observed in darkness at 77 K in vacuum. 

2. The paint according to claim 1 , wherein said three signals are also observed in the ESR measured in darkness 
and under the irradiation of light having a wavelength of 420 nm or more at an ordinary temperature in vacuum. 

3. The paint according to claim 1 or 2, wherein said three signals appertain to radicals attributing to hole complement. 

4. The Paint according to claim 1 , further comprising a subsignal having a g value ranging from 2.009 to 2 01 0 in the 
ESR measured under the irradiation of light having a wavelength of 420 nm or more at 77 K in vacuum. 

5 ' type titanium oxide 9 10 * ° laimS 1 * *' M M& >m responsive * pe material is an «MV8on defect 

6. The paint according to any of claims 1 to 5, wherein the binder is an organic binder or an inorganic binder. 

7. The paint according to any of claims 1 to 6, wherein the solvent is water or an organic solvent. 

8. The paint according to claim 6 or 7, wherein the organic binder is at least one binder selected from the group 
consisting of fluorine polymer, silicon polymer, acryl resin, epoxy resin, polyester resin, melamine resin, urethane 
resin and alkyd restn. 

9. The paint according to claim 6 or 7, wherein the inorganic binder is at least one binder selected from the group 
consisting of alky silicate, products obtained by hydrolyzing hydrolyte silicon compound such as halogenated 
sil.conand.ts partial* hydrolyzedsubstance.polycondensation products of organic polysiloxane compound, silicon 
compound such as silica, colloidal silica, water-glass and organopolysiloxane, phosphates such as zinc phosphate 
and aluminum phosphate, diphosphate, cement, calcium oxide, frit for enamel, glost for glass-lining and plaster. 

10. The paint according to any of claims 1 to 9, further comprising a granulate substance, an adsorption agent a 
carrier and/or polyphosphate. a 

11 . The paint according to claim 10, wherein the granulate substance is an inorganic or organic particle having a mean 
partole diameter ranging from 1 nm to 100 um, the adsorption agent and carrier are an activated carbon, zeolite 
or s Ilea gel, and the polyphosphate is at least one selected from the group consisting of sodium hexamethaphos- 
phate, sodium tetrapolyphosphate, sodium tripolyphosphate and sodium pyrophosphate. 

12 ' ifif C ° mpriS !!! 9 f P 0| yP h0S P hate . a visible «9ht responsive type material and a solvent, characterized 

in that said visible light responsive type material comprises at least anatase type titanium dioxide, as well as the 
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main signal having a g value ranging from 2.004 to 2.007 and two subsignals having a g value ranging from 1 .985 
to 1 .986 and a g value at 2.024 are observed in the ESR measured under the irradiation of light having a wavelength 
of 420 nm or more at 77 K in vacuum, and said three signals are observed in a little amount or substantially not 
observed in darkness at 77 K in vacuum. 

13. A visible light responsive type coating film comprising a binder and a visible light responsive type material, char- 
acterized In that said visible light responsive type material comprises at least anatase type titanium dioxide as 
well as the main signal having a g value ranging from 2.004 to 2.007 and two subsignals having a g value ranging 
from 1 .985 to 1 .986 and a g value at 2.024 are observed in the ESR measured under the irradiation of light having 
a wavelength of 420 nm or more at 77 K in vacuum, and said three signals are observed in a little amount or 
substantially not observed in darkness at 77 K in vacuum. 

14. The coating film according to claim 13, wherein the binder is an organic binder or an inorganic binder. 

15. The coating film according to claim 14, wherein the organic binder is at least one binder selected from the group 
consistmg of fluorine polymer, silicon polymer, acryl resin, epoxy resin, polyester resin, melamine resin, urethane 
resin and alkyd resin. 

16. The coating film according to claim 1 4, wherein the inorganic binder is at least one binder selected from the group 
consisting of alkyl silicate, products obtained by hydrolyzing hydrolyte silicon compound such as halogenated 
silicon and the substance partially hydrolyzed, polycondensation products of organic polysiloxane compound sil- 
icon compound such as silica, colloidal silica, water-glass and organopolysiloxane, phosphates such as zinc phos- 
phate and aluminum phosphate, diphosphate, cement, calcium oxide, frit for enamel, glost for glass-lining and 
plaster. 

17. The coating film according to any of claims 13 to 16, further comprising a granulate substance, an adsorption 
agent, a carrier and/or polyphosphate. 

18. The coating film according to claim 17, wherein the granulate substance is an inorganic or organic particle having 
a mean particle diameter ranging from 1 nm to 1 00 u.m, the adsorption agent and carrier are an activated carbon 
zeolite or silica gel, and the polyphosphate is at least one selected from the group consisting of sodium hexame- 
thaphosphate, sodium tetrapoly phosphate, sodium tripolyphosphate and sodium pyrophosphate. 

19. A coating film exhibiting hydrophilic property under the irradiation of light and comprising a binder, polyphosphate 
and a visible light responsive type material, characterized in that said visible light responsive type material com- 
prises at least anatase type titanium dioxide, as well as the main signal having a g value ranging from 2 004 to 
2^007 and two subsignals having a g value ranging from 1 .985 to 1 .986 and a g value at 2.024 are observed in 
the ESR measured under the irradiation of light having a wavelength of 420 nm or more at 77 K in vacuum and 
said three signals are observed in a little amount or substantially not observed in darkness at 77 K in vacuum. 

20. An article provided with the coating film according to any of claims 13 to 1 9 on at least a part of surface. 

21. The article according to claim 20, which is an inorganic article such as ceramics and glass, an organic article such 
as plastics, rubber, wood and paper, or a metal article such as a metal such as aluminum and an alloy such as steel. 
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Fig. 2 
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